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(57)Abstract: . 

PURPOSE: To improve the adhesion property of a substrate to a diamond like 
carbon(DLC) film formed on the surface of the substrate and to obtain a sliding member 
small in frictional force by forming a mixing layer of carbon atom with an implanting 
atom on the boundary part between the DLC film and the substrate. 
CONSTITUTION: The DLC film 2 of the amorphous diamond like carbon is formed on 
the surface, of the substrate 1, and alter ions are implanted by ion implantation method. 
As a result, the mixing layer 5 of carbon atom 3 with the implanting atom 4 is formed on 
the boundary part between the substrate I and the DLC film. Then, the sliding member 
in which the mixing layer 5 is formed on the boundary part is obtained and the adhesion 
property of the substrate I to the DLC film 2 is improved and the frictional force 
becomes small. The stripping of the DLC film 2 is prevented because the difference of 
coefficient of thermal expansion between the substrate 1 and the DLC film 2 is absorbed 
by the mixing layer. 
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DETAILED DESCRIPTION 



the time 



[Detailed Description of' the Invention] 
[0001] 

[Industrial Application] This invention relates to a moving pan and its manufacture method 
[0002] 

[Description of the Prior An] Various kinds of moving parts are contained in the measuring instrument used in the clean 
environment of vacuum atmosphere, activity and inert gas atmosphere, a clean room, etc., a manufacturing installation, and 
input/output equipment in each nose-of-cam field, such as a semiconductor, medicine, and a spacecraft machine. As such a 
moving part, the bearing pans of anti-friction bearing are known, for example. In anti-friction bearine, it is not avoided at th 
ot use that a skid occurs between a bearing washer and a rolling element. By the wav, is a moving part used in a clean 
environment which was mentioned above, it is required not to mention the frictionaf force in the case of use beine small that 
especially the amount of raising dust should be very small. 
[0003] That in which the hard carbon film called the diamond-like carbon (DLC) film amorphous on the surface of a base 
material as a moving pan which filled such a demand conventionally was formed is considered 
[0004] 

[Problem(s) to be Solved by the Invention] Although such a hard carbon film was formed of various PVD and various C VD the 
adhesion of a DLC film and a base material was bad, and since a friction property was moreover infenor, when the load became 
large at the time ot use, it had the problem that frictional force increased and ablation arose. Moreover, since the difference of the 
coefficient of thermal expansion of a base material and a DLC film was large, internal stress occurred on the DLC film after DLC 
him formation, and there was a problem that ablation arose. 

[0005] The purpose of this invention is to offer the moving pan which solved the above-mentioned problem, and its manufacture 

method. 

[0006] 

[Means for Solving the Problem] The moving part by this invention is a moving part in which the hard carbon tilm is formed on 
the surface ot the base material, and the mixolimnion of a carbon atom and a pouring atom is formed in the interface portion of a 
base material and a hard carbon film. 

[0007] The manufacture method of the moving part by this invention is a method of manufacturing the moving pan in which the 
hard carbon film is formed on the surface of the base material, after it forms a hard carbon film, pours in ion with ion-impiantation 
and is characterized by terming the mixolimnion of a carbon atom and a pouring atom in the interface portion of a base material 
and a hard carbon turn by this. 

[0008] In this method, a hard carbon film is a DLC film and the formation is performed bv various PVD and various C VD as 
usual. 

[0009] The manufacture method of other moving pans by this invention is a method of manufacturing the moving pan in which 
the hard carbon tilm n tanned on the surface of the base material, and as soon as it forms a hard carbon film, it pours in ion with 
lon-implantauon and u ,s characterized by forming the mixolimnion of a carbon atom and a pouring atom in the interface portion 
ot a base material and a hard carbon film bv this bv it. 

[00 10] In this method, a hard carbon film is a DLC film and it is good to perform the formation bv the ion plating method or the 
vacuum deposition method.lt is because these methods become possible ( carrying out in a hiah vacuum ] and it becomes easy to 
cam' out simultaneously with.pouring of ion. 

[001 1 J Moreover as for the acceleration voltage in the case of the ion implantation of inert gas. in the two above-mentioned 
,T,o t h°t ! lS fu ,' hey Ure , ' ° ° r m ° re kC VS ' BeCaUSe ' aUh0Ugh k is becau - se a *P aa " Phenomenon occurs and the pourine 

S^nv -n^ f 1 v n 10 ke Xf' When * Utr ' Clent iDn im P' antati °n ^0 the interior is taken into consideration, this 

acceleration \oltage is d0 or more keVs especially preferably. 



[0012 



[Functton] It the mixolimnion ot a carbon atom and a pouring atom is formed in the interface portion of a base material and a hard 
ft Si r t » S '° n ° , a ba - se , material and a hald Rim will improve, a friction propertv improves. Moreover, 

0013 Trter £ C °f '7 m I thc ™ al ^P a ™ on ot ' a ba ~ mal ^ial and a hard carbon film is absorbed bv the mixolimnion. 
Ind .i ™fn 0 T S \ CU m ' Km ,S P ° UreJ With "'"-^Plantation. How to form the mixolimnion of a carbon atom 

and a pouring atom m the mtertace portion of a base material and a hard carbon film bv this. .And as soon as it forms a hard 
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carbon film, ion is poured in with ion-implantation, and according to the method of forming the mixolimnion of a carbon atom and 
a pouring atom in the interface portion of a base material and a hard carbon film bv this, the moving part mentioned above can be 
manufactured easilv. 
[0014] 

[Example] Hereafter the example of this invention is explained with reference to a drawmii. 
[00 1 5] Drawing 1 expands and shows a part of moving part by this invention. 

[0016] It is the base material ( I ) which a moving pan becomes from stainless steei in drawing 1 . It is a DLC film (2) to a front 
face. It is formed and is a base material ( 1 ). DLC film (2) To an interface portion, it is a DLC film (2). Carbon atom to constitute 
(3) Pouring atom (4) Mixolimnion (5) It is formed. In addition, (6) Base material (I) The atom to constitute is shown. Base 
material (1) It sets to a surface layer and is a DLC film (2). Carbon atom to constitute (3) A pail and pouring atom (4) [t has 
entered in the base material (I). 

[00 17] The equipment used for drawing 2 manufacturing a moving part is shown. 
^ [0018] It is fundamentally the same as that of an ion plating system, and the equipment shown in drawing 2 is a vacuum chamber 
( 1 0), an electron beam evaporation source (11), the ionization section ( 1 2), and a base material ( 1 ). It has the base-material 
supporter material (13) supported in the state where it inclined 45 degrees. Moreover, base material attached in the vacuum 
chamber (10) at base-material supporter material (13) (1) The ion accelerator (1 4) which irradiates an ion beam is prepared. 
[0019] It is a base material (1) about the carbon evaporated from the evaporation source (I 1) while rotating a base material (1) 
by using such equipment and rotating base-material supporter material (1 3). As soon as it carries out vacuum evaporationo, for 
example, nitrogen ion is poured in by the ion accelerator (14), and a moving part is manufactured by forming a DLC film (2). 
[0020] Moreover, it is a base material (I) about the carbon evaporated from the evaporation source' (1 I) when using the 
equipment shown in drawing 2 . For exampleTnitrogen ion is poured in by the back ionaccelerator ( 1 4) which carried out 
vacuum evaporationo, and it is a DLC film (2). A moving pan is manufactured also by forming. 
[002 1 ] Other equipments used for drawing 3 manufacturing a moving part are shown. 

[0022] It is fundamentally the same as that of a vacuum evaporation system, and the equipment shown in drawing 3 is a vacuum 
chamber (20), an evaporation source (21), and a base material (I). It has the base-material supporter material (22) supported in 
the state where it inclined 45 degrees. Moreover, base material attached in the vacuum chamber (20) at base-material supporter 
material (22) (1) The ion accelerator (23) which irradiates an ion beam is prepared. 

[0023] It is a base material (1) about the carbon evaporated from the evaporation source (21) while rotating a base material (1) 
by using such equipment and rotating base-material supporter material (22). As soon as it carries out vacuum evaporationo, for 
example, nitrogen ion is poured in by the ion accelerator (23), and a moving part is manufactured by forming a DLC film (2). 
[0024] Moreover, it is a base material (1) about the carbon evaporated from the evaporation source (21) when using the 
equipment shown in drawing 3 . For example, nitrogen ion is poured in by the back ion accelerator (23) which carried out 
vacuum evaporationo, and it is a DLC film (2). A moving part is manufactured also by forming. 
[0025] Next, the concrete example of this invention is explained with the example of comparison. 

[0026] While using the equipment shown in example I drawing 2 , the graphite was used as quality of an emission. And base 
material which consists of an Si wafer ( 1 ) It attaches in base-material supporter material ( 1 3 ), and "is a base material ( 1 ). It is a 
base material (I) about the carbon which evaporated from the evaporation source (1 1) while making it rotate. As soon as it 
carries out vacuum evaporationo, nitrogen ion is poured in by the ion accelerator (14), and it is a DLC curtain (2). It formed 
Membrane formation conditions are degree of vacuum 10-4Torr in a vacuum chamber (10), time lOmin, 100mA of emission * 
currents, and -1 .OkV of bias voltage. In addition, ion plating conditions are lkV in filament current 14 A and bombardment" 
voltage, and ion-implantation conditions are acceleration energy 150keV and dose 2.5E16ions. 

[0027] While using the equipment shown in example 2 drawing 2 , the graphite was used as quality of an emission. And base 




formation conditions are degree of vacuum 1 0-4Torr in a vacuum chamber ( 10), time lOmin, 1 00mA of emission currents and 

ot bias v °ltage. In addition, ion plating conditions are IkV in filament current 14A and bombardment voltage, arid ' 
ion-implantation conditions are acceleration energy 150keV and dose 2.5E16ions. 

[0028] While using the equipment shown in example 3 drawing 3 , the graphite was used as quality of an emission And base 
material which consists of aiySi wafer (1) It attaches in base-material supporter material (22), and 'is a base material (I ) It is a 
base material (1) about the carbon which evaporated from the evaporation source (21) while making it rotate. As soon as it 
carries out vacuum evaporationo, nitrogen ion is poured in by the ion accelerator (23), and it is a DLC film (2) It formed 
Membrane formation conditions are degree of vacuum 10-4Torr in a vacuum chamber (20), time lOmin, and 100mA of emission 
currents. In addition, ion-implantation conditions are acceleration energy 150keV and dose 2 5El6ions 

[0029] While using the equipment shown in example 4 drawing 3 , the 'graphite was used as quality of an emission And base 
material which consists ot an Si wafer (I) It attaches in base-material supporter material (22), and is a base material ( 1 ) It is a 
base material (1) about the carbon which evaporated from the evaporation source (21) while making it rotate. .After earn ing out 
vacuum evaporationo, nitrogen ion is poured in by the ion accelerator (23), and it is a DLC film (2Ut formed Membrane " 
tarnation .conditions are degree of vacuum l0-4Torr in a vacuum chamber (20), time lOmin, and 100mA of emission currents In 
addition, ion-implantation conditions are acceleration energy 150keV and dose 2.5El6ions. 
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[0030] While using the equipment shown in example of comparison 1 drawing 2 , the graphite was used as quality of an 
emission. And base material which consists of an Si wafer ( I) It attaches in base-material supporter material (13), and is a base 
material ( 1 ). It is a base material ( 1 T^bout the carbon which evaporated from the evaporation source (11) while making it rotate. 
Vacuum evaporationo is carried out and it is a DLC curtain (2). It formed. Membrane formation conditions are degree of vacuum 
10-4Torr in a vacuum chamber ( 10). time lOmin, 100mA of emission currents, and -I.OkV of bias voltage. In addition, ion 
plating conditions are IkV in filament current 14A and bombardment voltage. 

[003 1 ] While using the equipment shown in example of comparison 2 drawing 3 , the graphite was used as quality of an 
emission. And base material which consists of an Si wafer ( 1 ) It attaches in base-material supporter material (22), and is a base 
material (I). It is a base material (I) about the carbon which evaporated from the evaporation source (21) while making it rotate. 
Vacuum evaporationo is carried out and it is a DLC film (2). It formed. Membrane formation conditions are degree of vacuum 
l0-4Torr in a vacuum chamber, time 20min, and 100mA of emission currents. 

[0032J DLC film of the moving part manufactured in examples 1-4 and the examples 1-2 of comparison (2) In order to evaluate a 
performance, the fine oscillating scratch examination by the diamond indenter was performed, and it asked for the relation 
between a load and factional force. The result is shown in drawing 4 . 

[0033] It is a DLC film (2) at the time of use that frictional force becomes large in drawing 4 . A bird clapper is expressed that 
destruction tends to take place. It sets to drawing 4 and is the DLC film (2) of examples 1 and 2. A performance is the DLC film 
(2) of examples 3 and 4. It is thought that the performance is excelled because according to the ion plating method an evaporation 
atom can be ionized, it can accelerate electrically and a base material can be made to carry out collision adhesion. 
[0034] The 1st as shown in drawing 5 and drawing 6 , respectively from example 5 and example of comparison 3-4SUS440C, 
and the 2nd two cylinder-like base material (30) and (31) were built. The 1st base material (30) shown in drawing 5 is iOmm in 
the outer diameter of 30mm, the bore of 10mm, and length, and beveling is performed To' the both ends of a periphery side. The 
2nd base material (31) shown in drawing 6 is 1 0mm in the outer diameter of 30mm, the bore of 1 0mm, and length, and is a fiat 
side (31a) with a width of face of 0.7mm to the center section of the length of a periphery side. It is formed and the'diameter of the 
both sides is gradually reduced toward the edge. And two moving parts which formed the DLC film like the case of the example 1 
mentioned above to the periphery side of both base materials (30) and (3 1 ) (example 5), Two moving parts which formed the 
DLC film like the case of the example 1 of comparison mentioned above to the periphery side of both base materials (30) and 
(31) (example 3 of comparison), Two moving parts (example 4 of comparison) which do not form the DLC film in the periphery 
side of both base materials (30) and (3 1) are prepared, and 2 ****** use a **-slip-test machine, and it was made to rotate, 
contacting two moving parts, an example 5 and the examples 3-4 of comparison, mutually, as shown in drawing 7 . The rotational 
frequency of the moving part [ rotational frequency / of the moving part using the 1st base material (30) ] using 600rpm and the 
2nd base material (31) was set to 580rpm, it rolled considering the slip factor as 3.3%, - slip test was performed, and change of 
the fnction torque accompanying time progress and the amount of raising dust were investigated. Change of the friction torque of 
an example 5 and the examples 3-4 of comparison is shown in drawing 8 , the amount of raising dust of an example 5 is shown in 
drawing 9 , and the amount of raising dust of the example 4 of comparison is shown in drawing 10 , respectively. 
[0035] Although nitrogen is mentioned as pouring ion in the above-mentioned example, it cannot be overemphasized that the 
effect that inert gas, such as an argon, titanium, carbon, boron, etc. are the same is acquired 
[0036] * S 

[Effect of the Invention] Since according to the moving part of this invention a friction propertv improves as mentioned above 
while the adhesion of a base material and a hard carbon film improves compared with the conventional thing, even if a load ' 
becomes large at the time of use, frictional force does not increase, but exfoliation of a hard carbon film is prevented Moreover 
since the difference or the coefficient of thermal expansion of a base material and a hard carbon film is absorbed by the ■ 
mixohmnion, the exfoliation is prevented when internal stress occurs on a hard carbon film after hard carbon film formation 
[00j7] Moreover, according to the two methods of this invention, the moving part which has an effect which was mentioned 
above can be manufactured easily. 



[Translation done.] 



3 



12/2/02 4:00 PM 



h ^ 7/www4 'Pdl.ipo.go.jp/cgj-b ( n/tran 

* NOTICES * , 

Japan Patent Office is not responsible for any 
damages caused by the use of this translation. 

^™t d K CUme u b f c " translated bv wmputcr. So the translation may not reflect the original precisely 
2.**** shows the word which can not be translated.. w H lc ^ ucl > 

3. In the drawings, any words are not translated. 



DESCRIPTION OF DRAWINGS '.' 

[Brief Description of the Drawings] : vm ~ * 

[Drawing I j It is drawing expanding and showing a pan of moving part bv this invention 

^^p , |i?3-"':l•fo^ s l IO " 8 ' ,,,d, "' , SSC "°" ih0>Vin8 ** 2nd '» *' P- of- exempie 5 

" ** ekV> " ? ° ShOW '" e "» Pf ™°™g P." of „ «™pl. 5 and the examples 3.4 

^ffi L't^tf jssst of ,he "— — «*• ^ **. mov,„ g Pm „ f » 

ms^l >• is *e graph which shows A. ™ M of ra, sulg dps. accompanying dm. progress of a. moving p„ of„ example 

lam^c^t^ Sh °"' S "* ° f -P-P»»™8 -™ progress of me moving par, of mc 

[Description of Notations] 

1 Base Material 

2 DLC Film (Hard Carbon Film) 

3 Carbon Atom 

4 Pouring Atom 

5 Mixolimnion 
30 Base Material 
3 1 Base Material 
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CLAIMS 



[Ciaim(s)] 

[Claim 1 ] The moving part which is a moving part in which the hard carbon film is formed on the surface of the base material and 
by which the mixolimnion of a carbon atom and a pouring atom is formed in the interface portion of a base material and a hard 
carbon film. 

[Claim 2] The manufacture method of the moving part characterized by being the method of manufacturing the moving part in 
which the hard carbon film is formed on the surface of the base material, pouring in ion with ion-implantation after forming a hard 
carbon film, and forming the mixolimnion of a carbon atom and a pouring atom in the interface portion of a base material and a 
hard carbon film by this. - — 

[Claim 3] The manufacture method of the moving part characterized by pouring in ion with ion-implantation and forming the 
mixolimnion of a carbon atom and a pouring atom in the interface portion of a base material and a hard carbon film by this as 
soon as [ are the method of manufacturing the moving part in which the hard carbon film is formed on the surface of the base 
material, and ] it forms a hard carbon film. 
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vy>3 >m$i 10 0 mA, A-f TX^JE- 1 . 0 k V 

10 hiil4A, #>A— FvOhWBEl kVTf&D, -f 
*>ftA*fH41»ax*;P*- 1 5 0 k e V, F-XS 
2. 5E 1 6 i onsTM, 
CO 0 2 7] HM^2 

0 2 Kl3RTSSB*««T * t £ 6 fc^ftS i bTH® 

»X»«»(13)fc*^tT^fr, ««(!) SHIES ■&& 

-Y*>apa»(i4)fcj;ipa*-f^>&ffiAb, 

DLCK2) «MKL&. X^*>A<1 
a? 0)I*3©X£*1 O-'Torr* ^lOmin, I= r > 3 
>S»10 0mA, ;W7X«E-1. 0kVt$)5o 

4 A, #>A— P*>h«EEl kVT*D, <t>SA 
*#ttlnax^;W- 1 5 0 k e V. K-XS 2 . 5 E 

1 6 I on s*T?&5o 
C0 0 2 8] ^M#j3 

m 3 fc^"rgB£«yflTS 1 1 t>fc***R t bTUft 

&tt/flbfc. ftr, s i9xA#*6tts;Btt(i) £g 

»3g»»«(22)fcWftWT^*, S»d) *lsBESlt»: 
30 3^&*»»(21)3^i&iR«bfc*-#>S*«d) 

3ttS©fcraB? > Jn^gg (23) te «fc D MM" * > £ 

&au DLCi(2) *»«bfc. f&m&mz. xs& 

V>A(20)rtfl!>Xffi*l 0* 4 Torr, ^lOmln, X 
5^>3>«ill0 0mAT»5. fr*5, <:*>&A& 
frraSxW-15 0keV, F-XS2. 5E1 
6 i o n s 

CO 0 2 9] H3£#J4 

is 3 fc*r»B*«fflT-5 £ t*>\zm&®imt vxm& 

fettffibfc. ^LT, S i 9xA#>&tt«aE|f(D 
W6*5B«(21)^6*58bfc*-#>*at»d) 

s -&^a fc-f * >an«s (23) d # > *a a 
b, dlci(2) ft»*bfc. dtatftff'tt. ia?t> 

/t(20)rt©HSftl 0" 4 Torr, BWlOmin, X5y 
'>3>S»10 0mAT*5. ^*5, -f*>mA&m* 
»IX*;^-15 0keV» 5E16i 
o n s 

co o 3 o] itemi 

a 2 ic^-r gs^^ffl -r ^> 1 t> «h b xiia 
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(4) 

5 

»*»aW(13)fc«[ft«tT**» &#(1) 3r[nl!lESi*ft 

>A*(10)rt©S^a!l 0" 4 Torr, B£fUJl Omin, 
7'>3>iMlOOmA, AWTX^BE-l. OkVT 

[0 0 3 1] it«0iJ2 

m 3 k: jK-rsMfcttffl-r * t l *> \zm&®m t iti^ 
«xiawtf(22)te«ftw-T^e, s#<i) ^im^s-eft 
$tTDLcjg(2) zMf&vtzo &m&m*. 

>A^0^f 1 0<Ton\ W20min, X5^r> 
3 0 OmAt^S. 

[0 0 3 2] *««(l-4^J:(C;tt««l'-2 fc C«JiS 
nfcfMfl©DLCK(2) ©BKIWtSftfti:, 
^7t> HBETKii SfltfiStrX^ ^ y ^ttUk&fffc 

a^T. 20 
[0 0 3 3] 04lC:feV>T* < fc£ 5 

££<h£^tTo H4^^T, I^JStfJl&cfctf 2<DDL 
CB(2) OttlB««iafi«3^«fcrK4<Z>DLC|«(2) £>tt 

[0 0 3 4] m&M5&£TSitimS~4 

sus 4 4 o c&*>*n*nm5*$<kzfm6\z7ik'?&5 

1 &&Tfn 2<D2 ^CDP3fS«S#(30) (31) £0 < o 30 
fc. 05 ^TfH 1 X« (30) te, 3 0 mm, 1 
Omm, g£ 1 OmmT, ^I^MflgCMOiWi 
$ntV55. H6^-r*B2»«(31)tt. ^i3 0m 
nu ftgl Omm, g£ 1 Omrnt, *WSW©fi3©"fi 
ffeffllcBO. 7mm<Z>¥*SM(31a) «»»lSSn, ^Offi 

#(30) (31)©*Mffifc±3ftbfc*MM 1 0>»&i:HI«fc 
LTDLC«»«l/fc2ofl)fWa (^5S^5) 

Mit»(30)(31)<O^HWfc±JfiUfctb«#!Il<O«^ 
tW«k:bTDLCIB*^flcUfc2'3©fflft«a (itK 40 
09 3) t, wa#(30)(31)on«ffi»CDLCR&^«b 
T^^2t>«)H»«Bft (H:««4) fc£JS*U 2 PI 
fHC«SD-»DKIMI«ttffibT. SI 7 \ZtkT& v \z* 

mmm 5 jt&w 3 - 4 co 2 ?«>}imuft«aic 
»j»a*ft3B«6iaK*itfc. »ia«(3o)€ffl^fca» 

Sa0[BlCft&6 OOrpm, »2S»(31>fcffl^&S 
ftffia<0III£ft& 5 8 0 r pmtU ^D*££3. 3% 

h/l^a>*flsfc. 9UiSa:*K^. *M«5*<fctftfc 



^i¥7-9 0 5 5 3 
•fc«f3^4©*»h;^<Z>*fls*BI8fc^U Ife&6#l5 

osgm&^ig 9 tc, jttt«4 <o«Bft$Bi i o \z*n* 

[0 0 3 5] ±|B**«Ttt, aA-ft>tLT^ 
[0 0 3 6] 

[%^o^m] £©*^©s»fflafc«kn«, ±a*<Dcfc 
«i»fcA?it**tif<ftoTt>»»**»»*'a-r, sir* 

[0 0 3 7] ZKO*?H©2tJC?>*}S^cfcntt, ± 

i&isit<kof3i$bM sAHrtsa & n« \z&mr z> z. 

Tear**. 

[13 2] ffl»8sas«jtT^«B©«Eii»«^^^-rigT? 

[0 3] mWM&*mtt*1k0Wm«m*mi&*tt 

[13 4] *»«l-4^«ttXJttt«l'-2 0!)ffl»«a© 

[EI 5] SaB«5*J:tXlttt«3-4flE)»ilr«BaJcffl^ 

me] gijfi«5^i^ittfc«3-4cofflftfflaJcffi^ 
[1^7] ^«^5*5 5 fcr;jtKW3-4coa»aBaco^« 
[las] ^jg^5^ t fc^itft^3-4oaftaBao^w 
W9] ^»«5CDa»«a©^M8iaa^ff5s§ss& 

[010] H:ttffl4flDaAflBacDKMSilic#9»KS 
[«F^<0IB9I] 



1 sa 

2 DLCI (®®#-#>BI) 
3 

4 ttAK^ 

5 m&m 

30 

3 1 
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#P¥7-9 0 5 5 3 



[09] [010] 
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